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30: v (New) The method of claim 24 wherein: 

forming a source region further comprises forming a source region and a drain region in a 
substrate comprising a substrate material selected from the group consisting of silicon, sapphire, 
gallium arsenide (GaAs), gallium nitride (GaN), aluminum nitride (A1N), and diamond; and 

further comprising: 

forming a silicon dioxide (Si0 2 ) intergate insulator on the floating gate; and 

v * ~ j 
forming a control gate on the intergate insulator. 

31 . (New) The method of claim 24 wherein forming a floating gate further comprises 
forming the floating gate by growing gallium nitride (GaN) in a horizontal reactor from trimethyl 
gallium (TMG), trimethylaluminum (TMA), and ammonia (NH 3 ) source gases and a hydrogen 
(H 2 ) carrier gas at atmospheric pressure. 

32. (New) A method of forming a floating gate transistor comprising: 

forming a gate insulator comprising silicon dioxide (Si0 2 ) on a substrate; and 
forming a floating gate on the gate insulator, the floating gate comprising gallium nitride 
(GaN) or gallium aluminum nitride (GaAIN). 

/) 

33. (New) The method of claim 32 wherein: 

forming a gate insulator further comprises forming the gate insulator on the substrate 
comprising a substrate material selected from the group consisting of silicon, sapphire, gallium 
arsenide (GaAs), gallium nitride (GaN), aluminum nitride (A1N), and diamond; and 
further comprising: 

forming a source region and a dram region in the substrate, 

lorming a silicon dioxide (biU 2 j intergate insulator on the floating gate, and 

forming a control gate on the intergate insulator. 
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forming the floating gate by depositing gallium nitride (GaN) on an aluminum nitride (A1N) 
buffer layer by metal organic chemical vapor deposition (MOCVD). 



35. (New ) The method of claim 32 wherein forming a floating gate further comprises 
forming the floating gate by growing gallium nitride (GaN) in a horizontal reactor from trimethyl 
gallium (TMG), trimethylaluminum (TMA), and ammonia (NH 3 ) source gases and a hydrogen 
(H 2 ) carrier gas at atmospheric pressure. 



36. (New) The method of claim 32 wherein forming a floating gate further comprises 
forming the floating gate by plasma-enhanced molecular beam epitaxy (PEMBE). 



forming a source region and a drain region in a substrate; 

forming a gate insulator comprising silicon dioxide (Si0 2 ) on a channel region in the 
substrate betw een the source region and the drain region; and 

forming a floating gate on the gate insulator, the floating gate comprising gallium nitride 
(GaN) or gallium aluminum nitride (GaAIN). 

38. (New) The method of claim 37 wherein: 

forming a source region further comprises forming a source region and a drain region in a 
substrate comprising a substrate material selected from the group consisting of silicon, sapphire, 
gallium arsenide (GaAs), gallium nitride (GaN), aluminum nitride (A1N), and diamond: and 
luitlici comprising. 

forming a silicon dioxide iSi0 2 ) intcrgale insulator on the floating gate, and 
forming a control gate on the mtergate insulator. 




(New) A method of forming a floating gate transistor comprising: 
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39. (New) The method of claim 37 wherein forming a floating gate further comprises 
forming the floating gate by depositing gallium nitride (GaN) on an aluminum nitride (A1N) 
buffer layer by metal organic chemical vapor deposition (MOCVD). 

40. (New ) The method of claim 37 wherein forming a floating gate further comprises 
forming the floating gate by growing gallium nitride (GaN) in a horizontal reactor from trimethyl 
gallium (TMG), trimethylaluminum (TMA), and ammonia (NH 3 ) source gases and a hydrogen 
(H 2 ) carrier gas at atmospheric pressure. 

41 . (New) The method of claim 37 wherein forming a floating gate further comprises 
forming the floating gate by plasma-enhanced molecular beam epitaxy (PEMBE). 

42. (New) A method of forming a floating gate transistor comprising: 
forming a source region and a drain region in a substrate; 

forming a gate insulator comprising silicon dioxide (Si0 2 ) on a channel region in the 
substrate between the source region and the drain region; 

forming a floating gate on the gate insulator, the floating gate comprising gallium nitride 
(GaN) or gallium aluminum nitride (GaAIN); 

forming an intergate insulator on the floating gate; and 

forming a control gate on the intergate insulator. 

43. (New ) The method of claim 42 wherein: 

forming a source region further comprises forming a source region and a drain region in a 

substrate comprising a substrate materia! selected from the group consisting of silicon, sapphire, 
gallium arsenide (GaAsh gallium nitride- (GaN). aluminum mtiidc (A1N), and diamond, and 

forming an intergate insulator comprises forming a silicon dioxide (Si0 2 ) intergate 
insulator on the floating gate. 
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44. (New) The method of claim 42 wherein forming a floating gate further comprises 
forming the floating gate by depositing gallium nitride (GaN) on an aluminum nitride (A1N) 
buffer layer by metal organic chemical vapor deposition (MOCVD). 

45. (New) The method of claim 42 wherein forming a floating gate further comprises 
forming the floating gate by growing gallium nitride (GaN) in a horizontal reactor from trimethyl 
gallium (TMG), trimethylaluminum (TMA), and ammonia (NH 3 ) source gases and a hydrogen 
(H 2 ) carrier gas at atmospheric pressure. 

46. (New ) The method of claim 42 wherein forming a floating gate further comprises 
forming the floating gate by plasma-enhanced molecular beam epitaxy (PEMBE). 

47. (New) A method of forming a floating gate transistor comprising: 
forming a gate insulator on a substrate; and 

forming a floating gate on the gate insulator, the floating gate comprising gallium 
aluminum nitride (GaAIN). 

48. (New ) The method of claim 47 wherein: 

forming a gate insulator further comprises forming the gate insulator comprising silicon 
dioxide (SiO,) on the substrate comprising a substrate material selected from the group 
consisting of silicon, sapphire, gallium arsenide (GaAs), gallium nitride (GaN), aluminum nitride 
(A1N), and diamond; and 
further comprising: 

forming a source region and a dram region in the substrate, 

Ruining a silicon dioxide (SiO>j inleTgate insulator on the floating gate, and 

forming a control gate on the intcrgatc insulator. 
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49. (New) The method of claim 47 wherein forming a floating gate further comprises 
forming the floating gate by depositing gallium nitride (GaN) on an aluminum nitride (A1N) 
buffer layer by metal organic chemical vapor deposition (MOCVD). 

50. (New ) The method of claim 47 wherein forming a floating gate further comprises 
forming the floating gate by growing gallium nitride (GaN) in a horizontal reactor from trimethyl 
gallium (TMG), trimethylaluminum (TM A), and ammonia (NH ? ) source gases and a hydrogen 
(H 2 ) carrier gas at atmospheric pressure. 

5 1 . (New ) The method of claim 47 wherein forming a floating gate further comprises 
forming the floating gate by plasma-enhanced molecular beam epitaxy (PEMBE). 

52. (New ; A method of forming a floating gate transistor comprising: 
forming a source region and a drain region in a substrate; 

forming a gate insulator on a channel region in the substrate between the source region 
and the drain region; and 

forming a floating gate on the gate insulator, the floating gate comprising gallium 
aluminum nitride (GaAIN). 

53. (New) The method of claim 52 wherein: 

forming a source region further comprises forming a source region and a drain region in a 
substrate comprising a substrate material selected from the group consisting of silicon, sapphire, 
gallium arsenide (GaAs), gallium nitride (GaN). aluminum nitride (A1N), and diamond; 

forming a gate insulator further comprises forming the gate insulator comprising silicon 
dioxide (Si0 2 ); and 

further comprising: 

forming a silicon dioxide (SiO : ) intcrgatc insulator on the floating gate, and 
forming a control gate on the intergate insulator. 
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54. (New) The method of claim 52 wherein forming a floating gate further comprises 
forming the floating gate by depositing gallium nitride (GaN) on an aluminum nitride (A1N) 
buffer layer by metal organic chemical vapor deposition (MOCVD). 

55. (New) The method of claim 52 wherein forming a floating gate further comprises 
forming the floating gate by growing gallium nitride (GaN) in a horizontal reactor from trimethyl 
gallium (TMG), trimethylaluminum (TMA), and ammonia (NH 3 ) source gases and a hydrogen 
(H 2 ) carrier gas at atmospheric pressure. 

56. (New) The method of claim 52 wherein forming a floating gate further comprises 
forming the floating gate by plasma-enhanced molecular beam epitaxy (PEMBE). 

57. (New) A method of forming a floating gate transistor comprising: 
forming a source region and a drain region in a substrate; 

forming a gate insulator on a channel region in the substrate between the source region 
and the drain region; 

forming a floating gate on the gate insulator, the floating gate comprising gallium 
aluminum nitride (GaAIN); 

forming an intergate insulator on the floating gate; and 
forming a control gate on the intergate insulator. 

58. (New) The method of claim 57 wherein: 

forming a source region further comprises forming a source region and a dram region in a 
substrate comprising a substrate material selected iioin the group consisting of silicon, sapphire, 
gallium arsenide (GaAs), gallium nitride (UaN), aiuminum nitride iAIN), and diamond, and 

forming a gate insulator further comprises forming the gate insulator comprising silicon 
dioxide (Si0 2 ); and 

forming an intergate insulator comprises forming a silicon dioxide (SiO : ) intergate 
insulator on the floating gate. 
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59. (New) The method of claim 57 wherein forming a floating gate further comprises 
forming the floating gate by depositing gallium nitride (GaN) on an aluminum nitride (A1N) 
buffer layer by metal organic chemical vapor deposition (MOCVD). 

60. (New) The method of claim 57 w herein forming a floating gate further comprises 
forming the floating gate by growing gallium nitride (GaN) in a horizontal reactor from trimethyl 
gallium (TMG), trimethylaluminum (TMA), and ammonia (NH 3 ) source gases and a hydrogen 
(H 2 ) carrier gas at atmospheric pressure. 

61 . (New) The method of claim 57 wherein forming a floating gate further comprises 
forming the floating gate by plasma-enhanced molecular beam epitaxy (PEMBE). 
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